(19) 



1*1 



Canadian 

Intellectual Property 
Office 

An Agency of 
Industry Canacte 



Office de la Propritt. 
Intellectuelle 
du Canada 

Un organisme 
^Industrie Canada 



(11) CA 2 491 239 (^3) A1 



(40) 08.01.2004 
(43) 08.01.2004 



(12) 

(21) 2 491 239 

(22) 14.06.2003 



(51) int ci7- C08J 5/00, C08G 73/00. 

H01M 4/00. H01M 8/10, 
C08J 5/22 

(85) 29.12.2004 

(86) PCT/EP03/006308 

(87) WO04/003061 



(30) 
(71) 

(72) 



102 28 657.4 DE 27.06.2002 



PEMEAS GMBH, 

65926. FRANKFURT, XX (DE). 



SANSONE, MICHAEL J. (US). 
CALUNDANN. GORDON (US). 
UENSAU OEMER PE). 
KIEFER, JOACHIM (DE). 



(74) 



BERESKIN & PARR 



(54) MEMBRANE CONDUCTRICE DE PROTONS ET SON UTILISATION 
(54) PROTON-CONDUCTING MEMBRANE AND THE USE THEREOF 



(57) 

The Invention relates to a novel proton-conducting 
polymer membrane t)ased on aromatic polyazoles which 
contain sulfonic acid groups that are covalentty 
linked to the aromatic ring of the polymer and can be 
used in a variety of applications due to the excellent 
chemical and thermal properties thereof. Such 
materials are particularly suitable for producing 
polymer electrolyte membranes (PEM) of PEM fuel cells. 



du Canada 

Un organisme 
d'Industrie Canada 



Office 

An agency of 
Industry Canada 



(21) 2 4yi zay 

(i2)DEMANDE DE BREVET CANADIEN 
CANADIAN PATENT APPLICATION 

(13) A1 



(86) Date de d^p6t PCT/PCT Filing Date: 2003/06/14 

(87) Date publication PCT/PCT PubQcation Date: 2004/01/08 
(65) Entree phase nationale/Natibnal Entry: 2004/12/29 

(86) N» demande PCT/PCT Application No.: EP 2003/006308 

(87) N** publication PCT/PCT Publication No.: 2004/003061 
(30) Priorlt6/Prionty: 2002/05/27 (102 28 657.4) DE 



(51) ClJnt7/lntCl7 C08J 5/00. C08J 5/22, C08G 73/00. 
HOI M 4/00, HOI M 8/10 

(71) Demandeur/Applicant 
PEMEAS GMBH. DE 

(72) Inventeurs/lnventors: 
CALUNDANN. GORDON. US; 
SANSONE. MICHAEL J.. US; 
UENSAL, OEMER. DE; 
KIEFER. JOACHIM. DE 

(74) Agent BERESKIN & PARR 



(54)Titre : MEMBRANE CONDUCTRICE DE PROTONS ET SON UTILISATION 
(54) Title: PROTON-CONDUCTING MEMBRANE mO THE USE THEREOF 



(57)Abr6g6/Ab3tract: 

The invention relates to a novel proton-conducting polymer membrane based on aromatic polyazoles v^iich contain sulfonic acid 
groups that are covalentty linked to the aromatic ring of the polymer and can be used in a variety of applications due to the excellent 
chemical and thermal properties thereof. Such materials are particularly suitable for producing polymer electrolyte membranes 
(PEM) of PEM fuel ceils. 



C SnO'Ci^f ^^''^^opi^B<i CQ • Ottawa-HuU Kl A 0C9 • htip://cipo;gc.ca 



OPIC 



OnC-CIFO 191 




CIPO 



JgO 2004/003061 



02491239 2004-12-29 

PCT/BP2003/006308 



Abstract 

Proton-conducting membrane and the use thereof 

The present invention relates to a novel proton-conducting polymer membrane 
based on aromatic polyazoles which contain sulfonic acid groups and in which the 
sulfonic acid groups are covalentty bound to the aromatic ring of the polymer and 
which can, owing to their excellent chemical and thermal properties, be used for a 
variety of purposes. Such materials are particularly useful for the production of 
polymer electrolyte membranes (PEMs) in PEM fuel cells. 
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Description 

Proton-conducting membrane and the use thereof 

The present invention relates to a novel proton-conducting polymer membrane 
based on aromatic polyazoles which contain sulfonic acid groups and in which the 
sulfonic acid groups are covalently bound to the aromatic ring of the polymer and 
which can, owing to their excellent chemical and thermal properties, be used for a 
variety of purposes. Such materials are particularly useful for the production of 
polymer electrolyte membranes (PEMs) in PEM fuel cells. 

Polymer electrolyte membrane fuel cells (PEMFCs) are based on a proton- 
conducting polymer membrane as electrolytes, viz. the polymer electrolyte 
membrane. A fuel cell in this case comprises a plurality of individual membrane 
electrode units (MEUs) connected in'series. This MEU comprises the PEM which is 
coated on both sides with electrodes, with the interface between membrane and 
electrodes being laden with a noble metal catalyst, usually platinum. The 
electrochemical reaction of the fuel takes place over this catalyst at the three-phase 
boundary (fuel gas/catalyst/polymer electrolyte). Hydrogen-rich fuels such as 
hydrogen, methanol or natural gas are used as fuels at the anode. Oxygen-rich gas, 
usually air, is supplied to the opposite cathode side. The chemical energy of the 
fuels is In this way converted directly into electric energy and heat. Water is fomied 
as reaction product. In this configuration, the PEM performs essential functions. 
Thus, it has to have a low permeability for the two fuels so as to act as separator, it 
has to have a high proton conductivity as electrolyte and at the same time has to 
have a high mechanical, chemical and thermal stability in order to allow long-term 
use at temperatures up to 200''C in a strongly acidic medium without failure 
occurring. The cell performance and stability is therefore closely linked to the 
membrane quality. 

Electrolytes employed for the fuel cell are solids such as polymer electrolyte 
membranes, ceramic oxides, molten carbonates or liquids such as phosphoric acid 
or potassium hydroxide solution. Recently, polymer electrolyte membranes have 
attracted attention as electrolytes for fuel cells. In principle, a distinction can be 
made between 2 categories of polymer electrolyte membranes. 

The first category encompasses cation-exchange membranes comprising a polymer 
framework containing covalently bound acid groups, preferably sulfonic acid groups. 
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The sulfonic acid group Is converted into an anion with release of a hydrogen ion 
and therefore conducts protons. The mobility of the proton and thus the proton 
conductivity is linked directly to the water content. If the membrane dries, e.g. as a 
result of a high temperature, the conductivity of the membrane and consequently the 
5 power of the fuel cell decreases drastically. The operating temperatures of fuel cells 
containing such cation-exchange membranes are thus limited to the boiling point of 
water. Materials used for polymer electrolyte membranes are thus, for example, 
perfluorosulfonic acid polymers. The perfluorosulfonic acid polymer (e.g. Nafion) 
generally, has a perfluorinated hydrocarbon skeleton such as a copolymer of 

10 tetrafluoroethylene and trifluorovinyl and a side chain bearing a sulfonic acid group, 
e.g. a side chain bearing a sulfonic acid group bound to a perfluoroalkyi group. 
Moistening of the fuel represents a great technical challenge for the use of polymer 
electrolyte membrane fuel cells (PEMFCs) in which conventional, sulfonated 
membranes such as Nafion are used. 

15 The second category which has been developed encompasses polymer electrolyte 
membranes comprising complexes of basic polymers and strong acids. Thus, 
WO 96/13872 and the corresponding US patent 5 525 436 describe a process for 
producing a proton-conducting polymer electrolyte membrane, in which a basic 
polymer, for example a potyazole, is treated with a strong acid such as phosphoric 

20 acid, sulfuric acid , etc. 

Polyazoles such as polybenzimidazoles (*Celazole) have been known for a long 
time. Such polybenzimidazoles (PBIs) are usually preparied by reaction of 3,3'-4.4'- 
tetraaminobiphenyl with isophthalic acid or diphenylisophthalic acid or esters thereof 
25 in the melt. The prepolymer formed solkJifies in the reactor and is subsequently 
comminuted mechanically. The pulverulent prepolymei" is subsequently subjected to 
final polymerization in the solid state at temperatures of up to 400°C so as to give 
the desired polybenzimidazole. 

30 To produce polymer films, the RBI is dissolved in polar, aprotic solvents such as 
dimethylacetamide <DMAc) in a further step and a film is produced by classical 
methods. 

In a further step, the film of basic polymer or polymer blend is impregnated or doped 
35 with a strong acid, preferably a mineral acid. For this purpose, the film of a basic 
polymer or polymer blend is dipped into a strong acid, preferably phosphoric acid, so 
that the film is impregnated with the strong acid and becomes a proton-conducting 
membrane. 
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J. Electrochem. Soc. Volume 142. No. 7, 1995, pp. L121-L123, describes such 
doping of a polybenzimidazole in phosphoric acid. 

5 Proton-conducting, i.e. acid-doped, polyazole membranes for use in PEM fuel cells 
are accordingly already known. The doped, basic polyazole films then act as proton 
conductors and separators in polymer electrolyte membrane fuel cells (PEM fuel 
cells). 

10 Owing to the excellent properties of the polyazole polymery such polymer electrolyte 
membranes can, when converted into membrane-electrode units (MEUs), be used in 
fuel cells at long-term operating temperatures above 100X, in particular above 
120''C. This high long-temi operating temperature allows the activity of the catalysts 
based on noble metals which are present in the membrane-electrode unit (MEU) to 

15 be increased. Particularly when using products from the reforming of hydrocarbons, 
significant amounts of carbon monoxide are present in the reformer gas and usually 
has to be removed by means of a complicated gas processing or gas purification 
step. The possibility of increasing the operating temperature enables significantly 
higher concentrations of CO impurities to be tolerated over the long tenn. 

20 

The use of polymer electrolyte membranes based on polyazole polymers firstly 
enables the complicated gas processing or gas purification step to be dispensed with 
in some cases and secondly enables the catalyst loading in the membrane-electrode 
unit to be reduced. Both are indispensable prerequisites for large-scale use of PEM 
25 fuel cells, since othenvise the costs of a PEM fuel cell system are too high. 

The previously known acid-doped polymer membranes based on polyazotes display 
a favorable property profile. However, owing to the applications desired for PEM fuel 
cells, in particular in the automobile sector and in decentralized power and heat 

30 generation (stationary sector), these need to be improved overall. Furthermore, the 
previously known polymer membranes have a high content of dimethylacetamide 
(DMAc) which cannot be removed completely by means of known drying methods. 
The German patent application No. 10109829.4 describes a polymer membrane 
which is based on polyazoles and in which the DMAc contamination has been 

35 eliminated. Although such polymer membranes display improved mechanical 
properties, specific conductivities do not exceed 0.1 S/cm (at 140X). 

A significant advantage of such a membrane doped with phosphoric acid is the fact 
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that this system can be operated at temperatures above 100^*0 without the 
• moistening of the fuels which is othen^^ise necessary. This is due to the ability of 
phosphoric acid to transfer protons without addition of water by means of the 
"Grotthus mechanism" (K.-D. Kreuer, Chem. MaXer. 1996, 8. 610-641). Such a 
5 water-free transport mechanism is of particular interest for use in a direct methanol 
fuel cell. IHere, the fuel used is methanol which can be oxidized directly without the 
necessity of a preceding reforming step. To achieve the possibility of water-free 
proton transport, methanol is not earned along with the migrating proton in the form 
of a hydrating shell as is usual in the 'Vehicle" mechanism (K.-D. Kreuer, Chem. 
10 Mater 1996, 8. 610-641). The power and efficiencies of a direct methanol fuel cell 
can be Improved by reducing this methanol "crossover". 

The possibility of operation at temperatures above 100°C results in further 
advantages for the fuel cell system. Firstly, the sensitivity of the Pt catalyst to 

15 impurities in the gas, in particular CO. is greatly reduced and the catalytic activity is 
Improved. CO is formed as by-product in the reforming of the hydrogen-rich gas 
comprising hydrocarbon compounds, e.g. natural gas, methanol or petroleum spirit, 
or as intenmediate in the direct oxidation of methanol. The CO content of the fuel 
typically has to be less than 100 ppm at temperatures of <100''C. However, at 

20 ternperatures in the range 150-200^ 10 000 ppm or more of CO can also be 
tolerated (N. J, Bjerum et aL. Journal of Applied Electrochemistry, 2001, 31, 773- 
779). This leads to significant simplifications of the upstream refomiing process and 
thus to cost reductions for the total fiiel cell system. 

25 In addition to the abovementioned acid-doped polymer membranes produced by 
means of intensive processes, a polymer electrolyte membrane comprising a basic 
polymer can also be produced directly from polyphosphoric acid. For this purpose, 
the starting monomers as described in the German patent application No. 
10117686.4 or the prepolymers as described in the German patent application No. 

30 10144815.5 or the infusible starting polymer as described in the German patent 
application No. 10117687.2 are^is dissolved in polyphosphoric acid and 
subsequently spread directly by means of a doctor blade as proton-conducting 
membrane without subsequent treatment such as drying, washing and doping being 
necessary. The main advantage of this method is process simplification. In addition, 

35 . new types of polymer electrolyte membrane can be tailor-made by means of 
targeted selection of the monomers. 

Apart from the abovementioned materials, corresponding processes for sulfonating 
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polymers are also known from the prior art. 

To produce a PEM from a sulfonated polyether ketone (PEK), the PEK polymer Is 
firstly dissolved In a suitable solvent, e.g. concentrated sulfuric acid, after which an 
aggressive sulfonating agent such as oleum or chlorosulfohic acid is added. This 
5 sulfonated polymer Is separated from the sulfonatlon solution in a further process 
step. For further processing, it then has to be converted into the neutral salt forni by 
means of a basic solution in a further step. The polymer Is subsequently brought 
back into solution and, in a further process step, a polymer film Is produced by film 
casting or spreading by means of a doctor blade. The solvent, preferably N- 

10 methylpyrrolidone or N-dimethylacetamide is evaporated by drying. The film then 
has to be treated with acid again and subsequently washed until neutral. As an 
alternative, a polymer film which has been produced beforehand by means of 
extaision or film casting and subsequently modified by radiation grafting, e.g. a 
styrene-modified, partially fluorinated membrane, can be treated with a sulfonation 

15 solution comprising chlorosulfonic acid and an anhydrous solvent, e.g. 
tetrachloroethane (EP-A-667983, DE-A-1 9844645). 

In these sulfonation processes using very strong sulfonating agents, uncontrolled 
sulfonation at many places on the polymer takes place. The sulfonation can also 
20 lead to chain rupture and thus to impaimient of the mechanical properties and finally 
to premature failure of the fuel cell. 

Sulfonated polybenzlmldazoles, too. are already known from the literature. 
Thus, US-A-4634S30 describes a sulfonation of an undoped polybenzimidazole film 
25 by means of a sulfonating agent such as sulfuric acid or oleum in the temperature 
range up to lOCC. 

Furtiiermore, Staiti et al. (P. Staiti In J. Membr. Sci. 188 (2001) 71) have described 
the preparation and properties of sulfonated polybenzimidazole. It was in this case 

30 not possible to carry out the sulfonation of the polymer in the solution. On addition of 
the sulfonating agent to the PBI/DMAc solution, the polymer precipitates. To carry 
out the sulfonation, a PBI film was produced first and this was dipped into a dilute 
sulfuric acid. The specimens were then treated at temperatures of about 475''C for 2 
minutes to effect sulfonation. The sulfonated PBI membranes have only a maximum 

35 conductivity of 7.5'10'^ S/cm at a temperature of 160'C. The maximum ion-exchange 
capacity is 0.12-meq/g. It was likewise shown that such sulfonated PBI membranes 
are not suitable for use in a fuel cell. 
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The production of sulfoalkylated PBt membranes by reacting a hydroxyethyl* 
modified PBI with a sultone is described in US-A-4997802. On the basis of this 
technology, it is possible to produce sulfopropylated PBI membranes (Sanul et al. in 
Polym. Adv. Techn. 11 (2000) 544). The proton conductivity of such membranes is 
10'^ S/cm and is thus too low for use in fuel cells in which 0.1 S/cm is sought. 

It is an object of the present invention to provide a sulfonated, high-temperature- 
stable polymer membrane having a high conductivity even at high operating 
temperatures. This object is achieved by the provision of a polymer electrolyte 
membrane comprising sulfonated polyazoles doped with phosphoric acid. The 
sulfonation of the polyazole is effected by addition of a suitable sulfonating agent 
during or immediately after the polymerization to produce the polyazoles. 

The present invention provides a proton-conducting polymer membrane which is 
based on sulfonated polyazoles and is obtainable by a process comprising the steps 

A) mixing of one or more aromatic tetraamino compounds with one or more 
aromatic carboxylic acids or esters thereof which contain at least two acid 
groups per carboxylic acid monomer, or mixing of one or more aromatic 
and/or heteroaromatic diaminocarboxylic acids, in a polyphosphoric 
acid/sulfonating agent mixture to form a solution and/or dispersion, 

B) application of a layer using the mixture from step A) to a support or an 
* electrode, 

C) heating of the sheet-like structure/layer obtainable according to step B) under 
inert gas at temperatures of up to SSO^'C, preferably up to 280''C, to form the 
polyazole polymer, 

D) treatment of the membrane formed in step C), preferably until it is self- 
supporting. 

The aromatic and heteroaromatic tetraamino compounds used according to the 
invention are preferably 3.3\4,4Metraaminobiphenyl, 2,3,5,6-tetraaminopyridine, 
1,2.4,5-tetraaminobenzene, bis(3,4-diaminophenyl) sulfone, bis(3,4-diaminophenyl) 
ether. 3,3\4,4'-tetraaminobenzophenone, 3.3',4.4 -tetraaminodiphenylmethane and 
3,3\4,4-tetraaminodiphenyldjmethylmethane and their salts, in particular their 
monohydrochloride, dihydrochloride, trihydrochlohde and tetrahydrochloride 
derivatives. 

The aromatic carboxylic acids using step A) are, in particular, dicarboxylic acids, 
tricarboxylic acids and tetracarboxylic acids or their esters or their anhydrides. 
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The term aromatic carboxylic acids lilcewise encompasses heteroaromatic carboxylic 
acids. The aromatic dicarboxylic acids are preferably isophthalic acid, terephthalic 
acid, phthalic acid. 5-hydroxyisophthallc acid, 4-hydroxyisophthalic acid, 2- 
hydroxyterephthalic acid, 5-aminoisophthalic acid. S*N,N-dimethylaminoisophthatic 
acid, 5*N,N-diethylaminoisophthalic acid. 2,5-dihydroxyterephthalic acid, 2,6- 
dihydroxyisophthalic acid, 4,6-dihydroxyisophthalic acid, 2.3<lihydroxyphthalic acid, 
2.4-dihydroxyphthalic acid, 3,4-dihydroxyphthalic acid, 3-fluorophthalic acid, 5- 
fluoroisophthalic acid, 2-fluoroterephthalic acid, tetrafluorophthalic acid, 
tetrafluoroisophthalic acid, tetrafluoroterephthalic acid, 1 ,4-naphthalenedicarboxylic 
acid, 1,5-naphthalenedicarboxylic acid, 2,6-naphthalenedicarboxylic acid, 2,7- 
naphthalenedicarboxylic acid, diphenic acid, 1,8-dihydroxynaphthalene-3,6- 
dicarboxylic acid, bjs(4-carboxyphenyl) ether, benzophenone-4.4'-dicarboxylic acid, 
bis(4-dicarboxyphenyl) sulfone, biphenyl-4,4*-dicarboxylic acid. 4- 
trifluoromethylphthalic acid, 2,2-bis(4-carboxyphenyl)hexafluoropropane, 4,4- 
stilbenedicarboxylic acid, 4-carboxycinnamic acid, or their C1-C20-all<yl esters or 
C5-C12-aryl esters, or their acid anhydrides or acid chlorides. The aromatic 
tricarboxylic acids, tetracarboxylic acids or their C1-C20-alkyl esters or C5-C12-aryl 
esters or their acid anhydrides or their acid chlorides are preferably 1,3,5- 
benzenetricarboxylic acid (trimesic acid), 1 ,2,4-benzenetricarboxylic acid (trimellitic 
acid), (2-carboxyphenyl)iminodiacetic acid, 3,S,3'-biphenyltricarboxylic acid, 3,5,4 - 
biphenyltricarboxylic acid. 

The aromatic tetracarboxylic acids or their C1-C20-alkyl esters or C5-C12-aryl esters 
or their acid anhydrides or their acid chlorides are preferably 3,5,3*,5'- 
biphenyltetracarboxylic acid, 1,2,4,5-benzenetetracarboxyllc acid, 
benzophenonetetracarboxylic acid, 3,3\4,4'-biphenyltetracarboxylic acid, 2,2',3,3'- 
biphenyltetracarboxylic acid, 1,2,5,6-naphthalenetetracarboxylic acid, 1,4,5,8- 
naphthalenetetracarboxylic acid. 

The heteroaromatic carboxylic acids used according to the invention are 
heteroaromatic dicarboxylic acids and tricarboxylic acids and tetracarboxylic acids or 
their esters or their anhydrides. For the purposes of the present invention, 
heteroaromatic carboxylic acids are aromatic systems in which at least one nitrogen, 
oxygen, sulfur or phosphorus atom is present in the aromatic. Preference is given to 
pyridine-2.5-dicarboxylic acid, pyridine-3,5-dicarboxylic acid, pyridine-2,6- 
dicarboxylic acid. pyridine-2,4-dicarboxylic acid, 4-phenyl-2.5-pyridinedicarboxylic 
acid, 3,5-pyrazoledicarboxylic acid, 2,6-pyrimidtnedicarboxylic acid, 2,5- 
pyrazinedicarboxylic acid, 2,4,6-pyridinetricarboxylic acid, benzimidazole-5,6- 
dicarboxylic acid, and also their C1-C20-allcyi esters or C5-C12-aryl esters, or their 
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acid anhydrides or their acid chlorides. 

The content of tricarboxylic acids or tetracarboxylic acids (based on dicarboxylic acid 
used) is in the range from 0 to 30 mol%, preferably from 0.1 to 20 mor/o. in particular 
5 from0.5to10mol%. 

Mixtures of at least 2 different aromatic carboxylic acids are preferably used in step 
A). Particular preference is given to using mixtures comprising not only aromatic 
carboxylic acids but also heteroaromatic carboxylic acids. The mixing ratio of 
10 aromatic carboxylic acids to heteroaromatic carboxylic acids is from 1:99 to 99: 1» 
preferably from 1 :50 to 50: 1 . 

These mixtures are, In particular, mixtures of N-heteroaromatic dicarboxylic acids 
and aromatic dicarboxylic adds. Nonlimlttng examples are isophthalic acid, 
terephthalic acid, phthalic acid, 2,5-dihydroxyterephthalic acid, 2,6-dihydroxyi30- 

.15 phthalic acid, 4,6-dihydroxyisophthalic acid, 2,3-dihydroxyphthalic acid, 2,4- 
dihydroxyphthallc acid, 3,4-dihydroxyphthalic acid, 1 ,4-naphthalenedicarboxylic acid. 
1,5-naphthalenedicarboxylic acid, 2,6-naphthalenedicarboxyllc acid, 2,7- 
naphthalenedicarboxylic acid, diphenic acid, 1,8-dihydroxynaphthalene-3,6- 
dicarboxylic acid, bis(4-carboxyphenyl) ether, benzophenone-4,4*-dicarboxylic acid, 

20 bis(4-carboxyphenyl) sulfone, biphenyl-4,4'-dicarboxylic acid, 4-trjfluoro- 
methylphthalic acid, pyrtdine-2,5-dicarboxylic acid, pyridine-3,5-dicarboxylic acid, 
pyridine-2,6-dicarboxylic acid, pyridine-2,4-dicarboxyllc acid, 4-phenyl-2,5- 
pyridinedicarboxylic acid, 3,S-pyrazoledicarboxylic acid, 2,6-pyrimidinedicarboxyiic 
acid, 2,5-pyrazinedicarboxyiic acid. 

25 

The aromatic and heteroaromatic diaminocarboxylic acids used according to the 
invention are preferably diaminobenzoic acid and their monohydrochloride and 
dihydrpchloride derivatives. 

30 The polyphosphoric acid used in step A) is a commercial poly phosphoric acid as can 
be obtained, for example, from Riedel-de Haen. The polyphosphoric acids 
Hn4^2Pn03n^i (n>1) usualty have an assay calculated as P2O5 (acidimetric) of at least 
83%. In place of a solution of the monomers, it is also possible to produce a 
dispersion/suspension. The mixture produced in step A) has a weight ratio of 

35 polyphosphoric acid to the sum of all monomers of from 1:10 000 to 10 000:1, 
preferably from 1:1000 to 1000:1. In particular from 1:100 to 100:1 

The sulfonating agent used in step A) can be i) concentrated sulfuric acid (>95%), ii) 
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chlorosulfonic acid, iii) a complex of SO3 with a Lewis base or other organic 
constituents, iv) an acyl or alky! sulfete, v) an organic sulfonic acid or vi) a mixture of 
itov. 

The amount of sulfonating agent used is from 1 to 20% by weight based on the 
5 polyphosphoric acid, preferably from 2 to 15% by weight and very particularly 
preferably 5-10% by weight. 

The layer formation in step B) is earned out by measures l^nown per se (casting, 
spraying, spreading by doctor blade) known per se from the prior art for polymer film 

10 production. As supports, it is possible to use all supports which are inert under the 
conditions. To adjust the viscosity, the solution can. if appropriate, be admixed with 
phosphoric acid (concentrated phosphoric acid. 85%). In this way. the viscosity can 
be set to the desired value and the fomiation of the membrane can be made easier. 
The layer produced in step B) has a thickness of from 20 to 4000 ^m, preferably 

1 5 from 30 to 1 500 ^m, in particular from 50 to 500 ixm. 

The polyazole-based polymer formed in step C) comprises recurring azole units of 
the general formula (I) and/or (II) and/or (III) and/or (IV) and/or (V) and/or (VI) and/or 
(VII) and/or (VIII) and/or (IX) and/or (X) and/or (XI) and/or (XII) and/or (XIII) and/or 
20 (XIV) and/or (XV) and/or (XVI) and/or (XVI) and/or (XVII) and/or (XVIII) and/or (XIX) 
and/or (XX) and/or (XXI) and/or (XXII). 
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where 

the radicals Ar are identical or different and are each a tetravalent aromatic or 
5 heteroaromatic group which can be monocyclic or 

polycyclic, 

the radicals Ar'' are identical or different and are each a divalent aromatic or 
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heteroaromatic group which can be monocyclic or 
polycyclic, 

are identical or different and are each a divalent or trivalent 

aromatic or heteroaromatic group which can be 

monocyclic or polycyclic, 
are identical or different and are each a trivalent aromatic or 

heteroaromatic group which can be monocyclic or 

polycyclic, 

are identical or different and are each a trivalent aromatic or 
heteroaromatic group which can be monocyclic or 
polycyclic, 

are identical or different and are each a tetravalent aromatic or 
heteroaromatic group which can be monocyclic or 
polycyclic, 

are identical or different and are each a divalent aromatic or 
heteroaromatic group which can be monocyclic or 
polycyclic, 

are identical or different and are each a divalent aromatic or 
heteroaromatic group which can be monocyclic or 
polycyclic, 

are identical or different and are each a trivalent aromatic or 
heteroaromatic group which can be monocyclic or 
polycyclic, 

are identical or different and are each a divalent or trivalent or 

tetravalent aromatic or heteroaromatic group which can 

be monocyclic or polycyclic, 
are identical or different and are each a divalent or trivalent 

aromatic or heteroaromatic group which can be 

monocyclic or polycyclic. 
are identical or different and are each a divalent aromatic or 

heteroaromatic group which can be monocyclic or 

polycyclic, 

are identical or different and are each oxygen, sulfur or an 
amino group which bears a hydrogen atom, a group 
having 1-20 carbon atoms, preferably a branched or 
unbranched alkyi or alkoxy group, or an aryl group as 
further radical, 

are identical or different and are each hydrogen, an alkyI 
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group or an aromatic group and 
n. m are each an integer greater than or equal to 1 0. preferably 

greater than or equal to 1 00, 
and has a sulfur content of from 2 to 20% by weight (determined by means of 
elemental analysis), in particular from 4 to 1 0% by weight. 

Preferred aromatic or heteroaromatic groups are derived from benzene, 
naphthalene, biphenyl, diphenyl ether, diphenylmethane, diphenyldimethylmethane, 
bisphenone, diphenyl sulfone, quinollne. pyridine, bipyridine, pyridazine, pyrimidine, 
pyrazine, triazine, tetrazine, pyrrole, pyrazole, anthracene, benzopyrrole, benzotri- 
azole. benzoxathiadiazole, benzoxadiazole, benzopyrldine, benzopyrazine, 
benzopyrazidine, benzopyrimidine, benzopyrazine, benzotriazine, indolizine. 
quinolizine, pyridopyridine, Imidazopyrimidine, pyrazinopyrimidine, carbazole, 
acridine, phenazine, benzcquinoline, phenoxazine, phentothiazine, acridizine. 
benzopteridine, phenanthroline and phenanthrene, which may also be substituted. 

Ar\ Ar^, Ar*. Ar^. Ai*. Ar*. Ar^**, Ar^^ can have any substitution pattern; in the case of 
phenylene, Ar\ Ar*. Ar', Ar^ Ar", Ar', Ar^^ Ar" can be, for example, ortho-, meta- or 
para-phenylene. Particularly preferred groups are derived from benzene and 
biphenylene, which may also be substituted. 

Preferred alkyi groups are short-chain alkyi groups having from 1 to 4 carbon atoms, 
e.g. methyl, ethyl, n- or i-propyl and t-butyl groups. 

Preferred aromatic groups are phenyl or naphthyl groups. The alkyI groups and the 
aromatic groups may be substituted. 

Preferred substituents are hatogen atoms such as fluorine, amino groups, hydroxy 
groups or short-chain alkyI groups such as methyl or ethyl groups. 

Preference is given to polyazoles having recurring units of the formula (I) in which 
the radicals X within one recurring unit are identical. 

The polyazoles can in principle also have different recurring units which differ, for 
example, in their radical X. However, preference is given to only identical radicals X 
being present in a recurring unit. 

Further, preferred polyazole polymers are polyimidazoles, polybenzothiazoles, 
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polybenzoxazoles. polyoxadiazoles, polyquinoxalines, polythiadiazoles, poly* 
(pyridines), poiy(pyrimidin68) and poly(tetrazapyrenes). 

In a further embodiment of the present invention, the polymer comprising recurring 
5 azole units is a copolymer or a blend comprising at least two units of the fomiulae (I) 
to (XXII) which differ from one another. The polymers can be in the form of block 
copolymers (diblock, triblock), random copolymers, periodic copolymers and/or 
alternating polymers. 

10 In a particularly preferred embodiment of the present invention, the polymer 
comprising recurring azole units Is a polyazole comprising only units of the fonmula 
(I) and/or (II). 

The number of recurring azol units in the polymer is preferably greater than or equal 
15 to 10. Particularly preferred polymers contain at least 100 recuning azole units. 

For the purposes of the present invention, polymers comprising recurring 
benzimidazole units are preferred. Some examples of extremely advantageous 
polymers comprising recurring benzimidazole units are represented by the following 
20 formulae: 
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where n and m are each an integer greater than or equal to 10, preferably greater 
than or equal to 100. 

The polyazoles obtainable by means of the process described, but in particular the 
polybenzimidazoles, have a high molecular weight. Measured as intrinsic viscosity, it 
is at least 1.4dl/g and is thus significantly above that of commercial 
polybenzimidazole (IV < 1 . 1 dl/g). 
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If tricarboxylic acids and/or tetracarboxyllc acids are present in the mixture obtained 
In step A), they effect branching/crosslinklng of the polymer formed. This contributes 
to an improvement in the mechanical properties. The polymer layer produced in step 
C) is treated in the presence of moisture at temperatures and for a time sufficient for 
5 the layer to have sufficient strength for use In fuel cells. The treatment can be carried 
out until the membrane is self-supporting, so that it can be detached from the 
support without damage. 

In one variant of the process, the formation of oligomers and/or polymers can be 
10 brought about by heating the mixture from step A) to temperatures of up to 350''C, 
preferably up to 280''C. Depending on the temperature and time selected, the 
heating in step C) may be able to be partly or entirety omitted. This variant is also 
provided by the present invention. 

15 Furthermore, it has been found that when using aromatic dicarboxylic acids (or 
heteroaromatic dicarboxylic acids) such as isophthallc acid, terephthallc acid. 2.5- 
dihydroxyterephthalic acid, 4,6-dihydroxyisophthalic acid, 2,6-dihydroxysophthalic 
acid, diphenic acid, 1,8-dihydroxynaphthalene-3.6-dicarboxylic acid, bis(4- 
carboxyphenyl) ether, benzophenone-4,4'-dicarboxylic acid, bis(4-carboxyphenyl) 

20 sulfone, biphenyl-4,4'-dicarboxylic acid, 4-trifluoromethylphthalic acid, pyridine-2,5- 
dicarboxylic acid, pyridine-3,5-dicarboxylic acid, pyridine-2,6-dicarboxylic acid, 
pyridine-2,4-dicarboxyllc acid. 4-phenyl-2.5-pyridinedicarboxyllc acid, 3,5- 
pyrazoledicarboxyllc acid, 2,6-pyrlmidinedlcarboxylic add, 2,5-pyrazinedicarboxylic 
acid, the temperature in step C), or if the formation of oligomers and/or polymers is 

25 desired as eariy as step A), is advantageously in the range up to 300"C, preferably 
In the range from 100°C to 250*0. 

The treatment of the membrane in step D) is canried out at temperatures above 0*C 
and less than ISCC, preferably at temperatures in the range from 10°C to 120°C, in 

30 particular from room temperature (20°C) to SC'C, in the presence of moisture or 
water and/or steam. The treatment is preferably carried out under atmospheric 
pressure, but can also be carried out under superatmospheric pressure. It is 
important that the treatment is carried out in the presence of sufficient moisture, as a 
result of which the polyphosphoric acid present contributes to strengthening of the 

35 membrane by partial hydrolysis to form low molecular weight polyphosphoric acid 
and/or phosphoric acid. 
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The partial hydrolysis of the polyphosphoric acid In step D) leads to strengthening of 
the membrane and to a decrease in the layer thickness and fomiation of a 
membrane having a thiclcness of from 15 to 3000 |im, preferably from 20 to 
2000 |im, in particular from 20 to 1500 |im, which is self-supporting. The 
intramolecular and intermolecular structures present in the polyphosphoric acid layer 
formed in step B) lead in step C) to ordered membrane formation, which is 
responsible for the particular properties of the membrane formed. 

The upper temperature limit to the treatment in step D) is generally ISCC. In the 
case of extremely brief action of moisture, for example of superheated steam, this 
steam can also be hotter than 150'C. The duration of the treatment is important in 
detennining the upper temperature limit. 

The partial hydrolysis (step 0) can also be carried out in chambers having a 
controlled temperature and humidity, in which case the hydrolysis can be controlled 
in a targeted fashion in the presence of a defined amount of moisture. The humidity 
can be set to a specific value by means of the temperature or saturation of the 
environment in contact with the membrane, for example gases such as air, nitrogen, 
carbon dioxide or other suitable gases or steam. The treatment time is dependent on 
the parameters selected above. 

The treatment time Is also dependent on the thickness of the membrane. 

In general, the treatment time ranges from a few seconds to some minutes, for 
example in the presence of superheated steam, or up to entire days, for example In 
air at room temperature and relatively low atmospheric humidity. The treatment time 
is preferably from 10 seconds to 300 hours, in particular from 1 minute to 200 hours. 

If the partial hydrolysis is carried out at room temperature (20''C) by means of 
ambient air at a relative atmospheric humidity of 40-80%. the treatment time is in the 
range from 1 to 200 hours. 

The treatment with vtmter in step D) can also be carried out to such a degree that the 
phosphoric acid is completely removed from the membrane. 

The membrane obtained according to step D) can be self-supporting, i.e. it can be 
detached from the support without damage and subsequently, if appropriate, be 
directly used further. 
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The concentration of phosphoric acid and thus the conductivity of the polymer 
membrane of the invention can be set via the degree of hydrolysis, i.e. the time, 
temperature and ambient humidity. According to the invention, the concentration of 
5 the phosphoric acid is reported as moie of acid per mole of repeating units of the 
polymer. For the purposes of the present invention, a concentration (moie of 
phosphoric acid per mole of repeating units of the formula (III), i.e. polybenzimi- 
dazole) of from 10 to 25, in particular from 12 to 20, is preferred. Such high degrees 
of doping (concentrations) can be obtained only with great difTiculty, if at all, by 
1 0 doping of potyazoies with commercially available ortho-phosphoric acid. 

Subsequent to the treatment according to step D), the membrane can be additionally 
crosslinked on the surface by the action of heat in the presence of atmospheric 
oxygen. This hardening of the membrane surface achieves an additional 

1 5 improvement in the properties of the membrane. 

Crossiinking can also be effected by action of IR or NIR (IR - infrared, i.e. light 
having a wavelength of more than 700 nm; NIR = near IR. i.e. light having a 
wavelength in the range from about 700 to 2000 nm or an energy in the range from 
about 0.6 to 1.75 eV). A further method is inradiatton with ^-rays. The radiation dose 

20 is in the range from 5 to 200 kGy. 

The polymer membrane of the invention displays improved materials properties 
compared to the previously known doped polymer membranes. In particular, it 
displays improved power compared to known doped polymer membranes. This is 
25 due, in particular, to an improved proton conductivity at temperatures above and 
below lOO^'C without moistening of the membrane. The specific conductivity both at 
room temperature and at 120''C is at least 0.06 S/cm, preferably at least 0.08 S/cm, 
in particular at least 0.09 S/cm. 

30 To achieve a further improvement in the use properties, fillers, in particular proton- 
conducting fillers, and additional acids can also be added to the membrane. The 
addition can be carried out either in step A) or after the polymerization. 

Nonlimiting examples of proton-conducting fillers are 
35 sulfates such as CsHSO^, Fe(S04)2. (NH4)3H(S04)2. LiHS04, NaHS04. KHSO4. 

RbS04, LiN2H5S04, NH4HSO4, 
phosphates such asZr3(P04)4. Zr(HP04)2. HZr2(P04)3, U02P04-3H20. H8UO2PO4. 

Ce(HP04)2. Ti(HP04)2. KH2PO4. NaH2P04, LiH2P04, 
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NH4H2PO4. CSH2PO4. CaHP04, MgHP04. HSbPaOe. 

HSb3P20i4, H5Sb6P2O20, 

polyadds such as H3PWi204o-nH20 (n=21-29), H3SiWi204o nH20 (n=21-29), 

H,W03, HSbWOftj H3PM012O40, H2Sb40ii, HTaWOe, 
HNbOs. HTiNbOs, HTITaOs. HSbTeOs. H5TUO9. HSbOs. 
H2M0O4. 

setenHes and arsenides such as (NH4)3H(Se04)2 . UO2ASO4, (NH4)3H(Se04)2, 

KH2AS04. C83H(Se04)2. Rb3H(Se04)2. 

oxides such as AI2O3, Sb205, Th02. Sn02. ZiOz, M0O3, 

silicates such as zeolites, zeolites(NH4'i-), sheet silicates, frameworl( silicates. 

H-natrolites, H-mordenltes, NH4-analcines, NH4-sodatites, 
NH4-gallates. H-montmorillonites, 

acids such as HCIO4, SbFs, 

fillers such as carbides, in particular SiC, Si3N4. fibers, in particular glass 

fibers, glass powders and/or polymer fibers, preferably 
ones based on polyazoles. 

In addition, this membrane can further comprise perfluorinated sulfonic acid 
additives (0.1-20% by weight, preferably 0.2-15% by weight, very particularly 
preferably 0.2-10% by weight). These additives lead to an increase in power, in the 
vicinity of the cathode to an increase in the oxygen solubility and oxygen diffusion 
and to a reduction in the adsorption of phosphoric acid and phosphate onto platinum. 
(Electrolyte additives for phosphoric acid fuel cells. Gang, Xiao; Hjuler, H. A.; 
Olsen. C; Berg. R. W.; Bjerrum. N. J. Chem. Dep. A, Tech. Univ. Denmark, Lyngby, 
Den. J. Electrpchem. Soc. (1993), 140(4), 896-902 and Perfluorosulfonimide as an 
additive In phosphoric acid fuel cell. Razaq, M.; Razaq, A.; Yeager, E.; DesMarteau, 
Darryl, D.; Singh, S. Case Cent. Electrochem. Sci., Case West, Reserve Univ., 
Cleveland, OH. USA. J. Electrochem. Soc. (1989). 136(2). 385-90.) 
Nonlimiting examples of persulfonated additives are: 

trifluoromethanesulfonic acid, potassium trifluoromethanesulfonate, sodium 
trifluoromethanesulfonate. lithium trifluoromethanesulfontate, ammonium trifluoro- 
methanesulfonate, potassium perfluorohexanesulfonate, sodium 
perfluorohexanesulfonate, lithium perfluorohexanesulfonate, ammonium 
perfluorohexanesulfonate, perfluorohexanesulfonic acid, potassium nonafluoro- 
butanesulfonate, sodium nonafluorobutanesulfonate, lithium nonafluoro- 
butanesulfonate, ammonium nonafluorobutanesulfonate, cesium nonafluoro- 
butanesulfonate, triethylammonium perfluorohexanesulfonate, perfluorosuHbnimldes 
and Nation. 
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Furthermore, the membrane can further comprise additives which scavenge (primary 
antioxidante) or destroy (secondary antioxidants) the free peroxide radicals produced 
in the reduction of oxygen during operation and thereby improve the life and stability 
of the membrane and membrane-electrode unit as described in JP2001 118591 A2. 
The mode of action and molecular structure of such additives are described in 
F. Gugumus in Plastics Additives, Hanser Veriag, 1990; N.S. Allen, M. Edge 
Fundamentals of Polymer Degradation and Stability. Elsevier. 1992; or H. Zweifel, 
Stabilization of Polymeric Materials, Springer, 1998. 

Nonlimlting examples of such additives are: 

bis(trifluoromethyl) nitroxide, 2,2,-diphenyl-1-plcrinylhydrazyl, phenols, alkylphenols, 
sterically hindered alkylphenols such as Irganox, aromatic amines, sterically 
hindered amines such as Chimassorb; sterically hindered hydroxylamlnes. sterically 
hindered alkylamines, sterically hindered hydroxylamlnes, sterically hindered 
hydroxylamlne ethers, phosphites such as Irgafos, nitrosobenzene. methyl-2- 
nitrosopropane, benzophenone. benzaldehyde tert-butyl nitron, cysteamine. 
melanines. lead oxides, manganese oxides, nickel oxides, cobalt oxides. 

Possible fields of use of the doped polymer membranes of the invention include, 
inter alia, use in fuel cells, in electrolysis, in capacitors and In battery systems. 
Owing to their property, profile, the doped polymer membranes are preferably used In 
fuel cells. 

The present invention also provides a membrane-electrode unit comprising at least 
one polymer membrane according to the invention. For further information on 
membrane-electrode units, reference may be made to the specialist literature. In 
particular the patents US-A-4,191,618, US-A-4.21 2,714 and US-A-4,333,805. The 
disclosure of the abovementioned references {USnA-4,191,618, US-A-4,212,714 and 
US-A-4,333,805] in respect of the structure and the production of membrane- 
electrode units and also the electrodes, gas diffusion layers and catalysts to be 
selected is incorporated by reference into the present description. 

In one variant of the present invention, membrane formation can be carried out 
directly on the electrode rather than on a support. The treatment according to step 
D) can in this way be correspondingly shortened, since the membrane no longer has 
to be self-supporting. Such a membrane or coated electrode is also provided by the 
present Invention. 
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The polymerization/formation of the oligomers can also occur in step A) and the 
solution can be applied to the electrode by means of a doctor blade. Step C) can 
then be partly or entirely omitted. 

5 

The above-described variants and prefen^ed embodiments also apply to this case, so 
that they will not be repeated at this point. 

The coating obtained in step D) has a thickness of from 2 to 3000 ^m, preferably 
10 from 3 to 2000 ^m, in particular from 5 to 1500 ^m. 

An electrode which has been coated in this way can be installed in a membrane- 
electrode unit which, if appropriate, has at least one polymer membrane according to 
the invention. 

15 

General measurement methods: 
. Measurement methods for I EC 

The conductivity of the membrane depends strongly on the content of acid groups 
20 expressed as the ion-exchange capacity (lEC). To measure the ion-exchange 
capacity, a specimen having a diameter of 3 cm Is stamped out and placed in a 
glass beaker containing 100 ml of water. The acid liberated is titrated with 0.1M 
NaOH. The specimen is subsequently taken up, excess water Is dabbed off and the 
specimen is dried at 160''C for 4 hours. The dry weight, mo> is then determined 
25 gravimetrically to a precision of 0.1 mg. The ion-exchange capacity is then 
calculated from the consumption of 0.1 M NaOH to the first titration end point, Vi in 
ml, and the dry weight, mo in mg, according to the following fonnula: 

IEC = V/300/mo 

3 0 Measurement method for specific conductivity 

The specific conductivity is measured by means of impedance spectroscopy in a 4- 
pole arrangement in the potentiostatic mode using platinum electrodes (wire, 
0.25 mm diameter). The distance between the current-collecting electrodes Is 2 cm. 
The spectrum obtained is evaluated using a simple model comprising a parallel 

35 anrangement of an ohmte resistance and a capacitor. The specimen cross section of 
the membrane doped with phosphoric acid is measured immediately before 
mounting of the specimen. To measure the temperature dependence, the 
measurement cell is brought to the desired temperature in an oven and the 
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temperature is regulated by means of a R*100 resistance thennometer positioned in 
the immediate vicinity of the specimen. After the temperature has been reached^ the 
specimen is maintained at this temperature for 10 minutes before commencement of 
the measurement. 

Examples: 

Stock solution for the preparation of PBI membranes sulfonated In situ 

938.6 g of polyphosphoric acid (83.4 ± 0.5% of P2O5) were added to a mixture of 
26.948 g of isophthalic acid and 34.74 g of 3,3\4.4Metraaminobiphenyl in a 1.5 I 
flasic equipped with nitrogen inlet and outlet and a mechanical stirrer. This mixture 
was heated at 120X for 2 hours, at 150X for 3 hours and at 180X for 2 hours. The 
reaction solution was then heated at 220X and stirred for 14 hours. The resulting 
5% strength PBI solution in PPA was cooled to RT and used for producing the 
following sulfonated PBI membranes. 

A small part of the solution was precipitated by means of water. The precipitated 
resin was filtered off, washed three times with H2O. neutralized with ammonium 
hydroxide, then washed with H2O and dried at lOC'C and 0.001 bar for 16 hours. 
The inherent viscosity rimh was measured on a 0.4% strength PBI solution in 100 ml 
of 96% strength H2SO4. giving a value of 1.52 dt/g. 

Specimen 1: (PPA/lsPBI membrane) 

22.34 g of 85% strength phosphoric acid and 1.66 g of 96% strength sulfuric acid 
were added to 100 g of the above-described 5% strength PBI stocl^ solution in 
113.6% of PPA at 220''C over a period of 30 minutes. This solution was stirred at 
220*^0 for a further 4 hours. The resulting sulfonated PBI solution in PPA was 
applied to a glass plate at 220''C by means of a preheated doctor blade (381 )xm). A 
transparent membrane was obtained. The membrane was then allowed to stand at 
RT for 1 day, giving a self-supporting membrane. 

Specimen 2: (PPA/2sPBI membrane) 

17.24 g of 85% strength phosphoric acid and 3.314 g of 96% strength sulfuric acid 
were added to 100 g of the above-described 5% strength PBI stock solution in 
1 13.6% of PPA at 220''C over a period of 30 minutes. This solution was stirred at 
22Q''C for a further 4 hours. The resulting sulfonated PBI solution in PPA was 
applied to a glass plate at 220"C by means of a preheated doctor blade (381 ^m). A 
transparent membrane was obtained. The membrane was then allowed to stand at 
RT fori day. 
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Specimen 3: (PPA/3sPBI membrane) 

24.76 g of 85% strength phosphoric acid and 4.97 g of 96% strength sulfuric acid 
were added to 100 g of the above-described 5% strength RBI stocl( solution in 
5 113.6% of PPA at 220*C over a period of 30 minutes. This solution was stirred at 
220*0 for a further 4 hours. The resulting sulfonated PBI solution in PPA was 
applied to a glass plate at 220'C by means of a preheated doctor blade (381 |im). A 
transparent membrane was obtained. The membrane was then allowed to stand at 
RTforlday. 

10 

Specimen 4: (PPA/4sPBI membrane) 

38.89 g of 85% strength phosphoric acid and 6.6288 g of 96% strength sulfuric acid 
were added to 100g of the above-described -5% strength PBI stock solution in 
113.6% of PPA at 220''C over a period of 30 minutes. This solution was stirred at 
15 220X for a further 4 hours. The resulting sulfonated PBI solution in 105.1% strength 
PPA was applied to a glass plate at 220°C by means of a preheated doctor blade 
(381 fim). A transparent membrane was obtained. The membrane was then allowed 
to stand at RT for 1 day. 

20 Specimen 5: (PPA/SsPBI membrane) 

41.22 g of 85% strength phosphoric acid. 19.333 g of 115 strength polyphosphoric 
acid and 9.943 g of 96% strength sulfuric acid were added to 100 g of the above- 
described 5% strength PBI stock solution in 113.6% of PPA at 220'C over a period 
of 30 minutes. This solution was stinred at 220'C for a further 4 hours. The resulting 
25 sulfonated PBI solution in PPA was applied to a glass plate at 220''C by means of a 
preheated doctor blade (381 pm). A transparent membrane was obtained. The 
membrane was subsequently allowed to stand at RT for 1 day. 
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Claims: 

1. A proton-conducting polymer membrane which is based on sulfonated 
polymers based on polymers comprising recurring benzimidazole units and is 
obtainable by a process comprising the steps 

A) mixing of one or more aromatic tetraamino compounds with one or more 
aromatic carboxylic acids or esters thereof which contain at least two acid 
groups per carboxylic acid monomer, or mixing of one or more aromatic 
and/or heteroaromatic diaminocarboxylic acids, in a polyphosphoric 
acld/sulfonating agent mixture to fomi a solution and/or dispersion, 

B) application of a layer using the mixture from step A) to a support or an 
electrode, 

C) heating of the sheet-like structure/layer obtainable according to step B) 
under inert gas at temperatures of up to 350X. preferably up to ZSO^'C, to 
form the polyazole polymer, 

D) treatment of the polymer layer produced in step C) in the presence of 
moisture at temperatures and for a time until the membrane is self- 
supporting and can be detached from the support without damage. 

2. The membrane as claimed in claim 1, characterized in that aromatic 
tetraamino compounds used are 3,3\4,4'-tetraaminobiphenyl, 2,3,5,6- 
tetraaminopyridine, 1,2,4,5*tetraaminobenzene, bis(3,4-diaminophenyl) 
sulfone, bis(3,4-diaminophenyl) ether, 3,3\4,4'-tetraaminobenzophenone, 
3,3\4,4-tetraaminodiphenylmethane and 3,3'.4,4Metra8iminodiphenyldi- 
methylmethane. 

3. The membrane as claimed in claim 1, characterized in that aromatic 
dicari3oxylic acids used are Isophthalic acid, terephthalic acid, phthalic acid, 5- 
hydroxyisophthalic acid. 4-hydroxyisophthalic acid, 2-hydroxyterephthalic 
acid. S-aminoisophthalic acid, 5-N,N-dimethylaminoi$ophthalic acid, 5-N,N-di- 
ethylaminoisophthalic acid, 2,5-dihydroxyterephthalic acid, 2,5- 
dihydroxyisophthalic acid, 2,3-dihydroxyisophthalic acid, 2,3*dihydroxyphthallc 
add, 2,4-dihydroxyphthalic acid, 3,4-dthydroxyphthalic acid, 3-fluorophthalic 
acid, 5-fluorolsophthalic acid. 2-fluoroterephthalic acid, tetrafluorophthalic 
acid, tetrafluoroisophthalic acid, tetrafluoroterephthalic acid, 1,4- 
naphthalenedicarboxylic acid. 1.5-naphthalenedicarboxylic acid, 2,6- 
naphthalenedicarboxylic acid, 2,7-naphthalenedicarboxylic acid, diphenic 
iacijd, 1,8-dihydroxynaphthalene-3,6-dicarboxylic acid, bis(4-carboxyphenyl) 
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ether. benzophenone-4,4'-dicarboxylic acid, bis(4-dicarboxyphenyl) sulfone, 
biphenyl-4,4'-dicarboxylic acid, 4-trifluoromethylphthalic acid, 2,2-bis(4- 
carboxyphenyl)hexafluoropropane, 4,4'-stilbenedicarboxyllc acid, 4- 
carboxycinnamic acid, or their C1-C20-all(yl esters or C5-C12-aryl esters, or 
their acid anhydrides or acid chlorides. 

The membrane as claimed in claim 1 / characterized in that aromatic 
carboxylic acids used are tricarboxylic acids, tetracarboxylic acids or their C1- 
C20-alkyl esters or C5-C12-aryl esters or their acid anhydrides or their acid 
chlorides, preferably 1,3,5-benzenetricarboxylic acid (trimesic acid); 1,2,4- 
benzenetricarboxylic acid (trimeilitic acid); (2-carboxyphenyl)iminodiacetic 
acid, 3,5,3'-biphenyltricarboxylic acid; 3,5,4-biphenyltricarboxy(ic acid and/or 
2,4.6-pyridinetricarboxylic acid. 

The membrane as claimed in claim 1, characterized in that aromatic 
carboxylic acids used are tetracarboxylic acids, their C1-C20-alkyl esters or 
C5-C12-aryl esters or their acid anhydrides or their acid chlorides, preferably 
benzene-1 ,2,4,5-tetracarboxylic acid; naphthalene-1 ,4,5,8-tetracarboxylic 
acid, 3,5,3\5-biphenyltetracarboxylic acid; benzophenonetetracarboxyiic acid, 
3,3*,4,4'-biphenyitetracarboxylic acid, 2,2*,3,3'-biphenyltetracarboxylic acid, 
1,2,5,6-naphthalenetetracarboxylic acid, 1 ,4,5,8*naphthalenetetracarboxylic 
acid. 

The membrane as claimed in claim 4, characterized in that the content of 
tricarboxylic acids or tetracarboxylic acids (based on dicarboxylic acids used) 
is from 0 to 30 mol%, preferably from 0.1 to 20 mol%, in particular from 0.5 to 
10mol%. 

The membrane as claimed in claim 1 , characterized in that heteroaromatic 
carboxylic acids used are heteroaromatic dicarboxylic acids and tricarboxylic 
acids and tetracarboxylic acids in which at least one nitrogen, oxygen, sulfur 
or phosphorus atom is present in the aromatic, preferably pyridlne-2,5- 
dicarboxylic acid, pyridine-3,5-dicarboxylic acid, pyrldine<-2,6-dicarboxylic acid, 
pyridine*2,4-dicarboxylic acid, 4-phenyl-2,5-pyridinedicarboxylic acid, 3,5- 
pyrazoledicarboxylic acid, 2,6-pyrimidinedicarboxyric acid, 2,5- 
pyrazinedicarboxylic acid, 2,4,6-pyridinetricartx>xylic acid, benzimidazo1e-5.6- 
dicarboxylic acid, and also their CVC20-alkyl esters or C5-C12*aryl esters, or 
their acid anhydrides or their acid chlorides. 
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The membrane as claimed in claim 1. characterized in that the sulfonating 
agent used in step A) is selected from the group consisting of i) concentrated 
sulfuric acid (>95%). ii) chlorosulfonic acid, iii) a complex of SO) with a Lewis 
base or other organic constituents, iv) an acyl or alkyi sulfate, v) an organic 
-sulfonic add and vi) mixtures of i to v. 

The membrane as claimed in claim 1, characterized in that aromatic and 
heteroaromatic diaminocarboxylic acids used are diaminobenzoic acid and ite 
monohydrochloride and dihydrochloride derivatives. 

The membrane as claimed in claim 1, characterized in that a potyphosphoric 
acid having an assay calculated as P209 (acidimetric) of at least 83% is used 
in step A). 

The membrane as claimed in daim 1, characterized in that a polymer which is 
based on polymers comprising recurring benzimtdazole units of the general 
fbnnula (I) and/or (11) and/or (III) and/or (IV) and/or (V) and/or (VI) and/or (VII) 
and/or (VIII) and/or (IX) and/or (X) and/or (XI) and/or (XII) and/or (XIII) and/or 
PCIV) and/or (XV) and/or (XVI) and/or (XVI) and/or (XVII) and/or (XVIII) and/or 
(XIX) and/or (XX) and/or (XXI) and/or (XXIt) 
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Where 

the radicals At are identical or different and are each a tetravalent 

aromatic or heteroaromatic group which can be 

monocyclic or polycydic, 
the radicals Ar^ are identical or different and are each a divalent aromatic 

or heteroaromatic group which can be monocyclic 

or polycydic, 

the radicals Ar^ are Identical or different and are each a divalent or 

trivalent aromatic or heteroaromatic group which 
can be monocyclic or polycydic, 

the radicals Ar' are identical or different and are each a trivalent aromatic 

or heteroaromatic group which can be monocyclic 
or polycydic, 

the radicals Ar^ are identical or different and are each a trivalent aromatic 

or heteroaromatic group which can be monocyclic 
or polycydic. 

the radicals Ar^ are identical or different and are each a tetravalent 

aromatic or heteroaromatic group which can be 

monocyclic or polycydic, 
the radicals Ar^ are identical or different and are each a divalent aromatic 

or heteroaromatic group which can be monocyclic 

or polycyclic, 

the radicals Ar^ are identical or different and are each a divalent aromatic 

or heteroaromatic group which can be monocyclic 
or polycyclic, 

the radicals Ar^ are identical or different and are each a trivalent aromatic 

or heteroaromatic group which can be monocydic 
or polycyclic. 

the radicals Ar^ are identical or different and are each a divalent or 

trivalent or tetravalent aromatic or heteroaromatic 
group which can be monocyclic or polycydic, 

the radicals Ar^^ are identical or different and are each a divalent or 

trivalent aromatic or heteroaromatic group which 
can be monocyclic or polycyclic, 

the radicals Ar^^ are identical or different and are each a divalent aromatic 

or heteroaromatic group which can be monocyclic 
or polycydic, 
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the radicals X 



the radicals R 



n, m 



are Identical or different and are each oxygen, 
sulfur or an amino group which bears a hydrogen 
atom, a group having 1-20 carbon atoms, 
preferably a branched or unbranched alkyi or 
alkoxy group, or an aryl group as further radical, 
are identical or different and are each hydrogen, 
an alkyI group or an aromatic group and 
are each an integer greater than or equal to 10, 
preferably greater than or equal to 100. 



10 




(XX) 



15 



20 



where 

the radicals R 



are identical or different and are each an alkyI group or an 
aromatic group and 

is an integer equal to or greater than 10, preferably, equal 

to or greater than 100, 
and has a sulfiir content of from 2 to 20% by weight (determined by means of 
elemental analysis), 
is formed in step C). 



12. The membrane as claimed in claim 1 , characterized in that the viscosity is 
adjusted by addition of phosphoric acid after step A) and before step 6). 



25 13. The membrane as claimed in claim 1, characterized in that the treatment of 
the membrane in step D) is carried out at temperatures from above O'C to 
150°C, preferably at temperatures in the range from 10°C to 120''C, in 
particular from room temperature (20°C) to 90°C, in the presence of moisture 
or water and/or steam. 

30 

14. The membrane as claimed in claim 1 , characterized in that an electrode is 
selected as support in step B) and the treatment according to step D) is such 
that the membrane fomned is no longer self-supporting. 
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15. An electrode provided with a proton-conducting polymer coating which is 
based on polymers comprising recurring benzimidazole units and is 
obtainable by a process comprising the steps 

A) mixing of one or more aromatic tetraamino compounds with one or more 
5 aromatic sulfocarboxylic acids or esters thereof which contain at least two 

carboxylic acid groups and one sulfonic acid group per carboxylic acid 
monomer, or mixing of one or more aromatic and/or heteroaromatic 
sulfonated diammocarboxylic acids, in a poiyphosphoric acid to form a 
solution and/or dispersion, 
10 B) application of a layer using the mixture from step A) to an electrode, 

C) heating of the sheet-iil^e structure/layer obtainable according to step B) 
under inert gas at temperatures of up to dSO'^C, preferably up to 280*'C, to 
form the polyazole polymer. 

D) treatment of the membrane formed in step C) in the presence of moisture 
15 at temperature and for a time sufficient for the layer to have sufficient 

strength for use in fuel cells. 

16. A membrane-electrode unit comprising at least one electrode and at least one 
membrane as claimed in one or more of claims 1 to 14. 

20 

17. A membrane^electrode unit comprising at least one electrode as claimed in 
claim 16 and at least one membrane as claimed in one or more of claims 1 to 
14. 

25 18. A fuel cell comprising one or more membrane-electrode units as claimed in 
claim 16 or 17, 
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